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68                       LABORATORY NOTES.

(b) Using hydrofluoric acid.

Grammes.

Weight of capsule + contents,      .   = 18'7243
Weight  of  capsule  +  impurities
after   treatment   with    hydro-
fluoric acid                                 .   = 18-6913

0*0330
Add for impurity in the hydro-
fluoric acid, the amount of which
had been previously ascertained
in a like quantity of the acid . = O'OOIO
Weight    of    residue    volatilised
= silica   .       .               .       .   =   0-0340
Then using the factor (23'51) noted in example (a),
0-034 x 23-51 = 0-799.
O'SO === percentage of  silicon in the  sample  of
i                        white pig iron.